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STRONTITOLS ILICATE-BASED PHOSPHOR. FapPTr^ x™, ^11^ 
^THEREOF, AND LED USING THE PHOSPHO R*^ 

Technical Field 

The present invention relates to a strontium silicate- 
based phosphor, and more particularly, to a strontium 
silicate-based phosphor having a very high luminous 
efficiency as applied to a light emitting diode (LED) or an 
active luminous LCD by adding europium oxide (Eu 2 o 3 ) as an 
activator to a base material of strontium silicate, mixing 
the two components, drying and thermally annealing the mixed 
two components under a specific condition. Further, the 
invention is directed to a method of fabricating the 
strontium silicate-based phosphor and an led using the 
15 strontium silicate-based phosphor. 

Background Art 

In general, to fabricate LEDs of blue, green, red and 
the like, it is required to first fabricate different 
2 0 substrates, such as InGaN substrate, GaN substrate, GaAs 
substrate, ZnO substrate. This requirement needs to use 
different semiconductor thin films, which causes the 
fabrication costs and unit price to be increased. 
Accordingly, if these LEDs can be fabricated using an 
25 identical semiconductor thin film, fabrication costs and 
investment costs can be remarkably reduced. 

In the meanwhile, a white LED is gaining the popularity 
as the back light for the LCDs of a lighting device, a 
notebook computer, a handheld terminal and the like. 
30 As a method for fabricating the white LED, there is a 

trial where a. phosphor using a light emitted from an InGaN- 
based LED as the excitation energy source is further coated. 
For instance, the white LED is fabricated by coating a YAG:Ce 
(cerium) phosphor emitting a yellow light (wavelength: 560 
3 5 nm) on a blue InGaN-based LED. 

However, in emitting white light using the blue LED, 
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reali ^ LED ^ the ™ is 

realxzed mainly using the YAGrCe phosphor 

„ ffl 1° /° 1VG afore —tioned drawbacks, it is strongly 

yelW i ht ° • lntr0dUCe a ^ material ™* of 
yellow light instead of the YAG : Ce phosphor. 

Disclosure of the Invention 

sub**- A " C °^ in9ly ' the P res6nt invention has been made to 
substantially obviate one or mo re of the problems due to 
limitations and disadvantages of the related art. 

An object of the present invention is to provide a 
strontium silicate-based phosphor, which is excited by a GaN- 
based diode and has a wavelength band of 500 - 700 nm, and a 
fabrication method thereof. 

To achieve these and other advantages and in accordance 
with the purpose of the present invention, as embodied and 
broadly described, there is provided a strontium silicate- 
based phosphor expressed by the following chemical formula: 
Sr 3 - x Si0 5 ; Eu \ where x is 0 <x £l . 

According to another aspect of the present invention 
there xm provided a method for fabricating a strontium 
sxlicate-based phosphor, the method comprising the steps of: 
forming a mixture where strontium carbonate (SrC0 3 ) , silica 
(Si0 2 ), and europium oxide (Eu 2 0 3 ) are mixed; drying the 
mixture; and performing a heat treatment of the dried mixture 
in a reducing atmosphere. 

According to a further aspect of the present invention, 
there is provided an LED comprising: an LED chip; and a 
strontium silicate-based phosphor, which is excited by a 
light emitted from the LED. chip and expressed by the 
following chemical formula: Sr 3 -*Si0 5 :Eu 2+ x where x is 0 < x 
35 SI. 

According to the present invention, there can be 
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obtained a- phosphor showing a wide wavelength spectrum and a 
stable luminescent characteristic for a long operation time 
and in a high operation temperature. 

Accordingly, when the phosphor is applied in the long 
wavelength ultraviolet LED and the active luminous LCD, the 
color purxty can be improved and the luminous efficiency can 
be enhanced. 

Brief Description of the Drawings 

The accompanying drawings, which are included to 
provide a further understanding of the invention and are 
incorporated in and constitute a part of this specification 
illustrate embodiments of the invention and together with the 
description serve to explain the principles of the invention. 
15 In the drawings: 

FIG. 1 is a schematic view of an LED to which the 
inventive strontium silicate-based phosphor is applied; 

FIG. 2 is a graph showing a relative luminous spectrum 
of an white LED (InGaN) using the inventive strontium 
20 silicate-based phosphor of Sr 2 . 93 Si0 5 : Eu 2 Y 07 , and an white 
LED (InGaN) using the conventional YAG : Ce yellow phosphor,- and 
PIG. 3 is a graph showing variation of CIE color 
coordinate depending on a mixing ratio of epoxy resin and 
the inventive strontium silicate-based phosphor in an LED 
made by mixing an inventive strontium silicate-based phosphor 
of Sr 2 . 93 si0 5 : Eu 2 Y 07/ and epoxy resin and coating the mixed 
composition. 

Best Mode for Carrying Out the Invention 

30 Hereinafter, preferred embodiments of the present 

invention will be described in detail with reference to 
accompanying drawings. It will be apparent to those skilled 
in the art that various modifications and variations can be 
made therein without departing from the spirit and scope of 

35 the invention. Thus, it is intended that the present 
invention cover the modifications and variations of this 
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Z T° n coma within the scope of the »^ ended "II- 

and their equivalents. 

Hereinafter, a concrete embodiment on a fabrication 
method of a S trontium silicate-based phosphor according to 
the spirit of the present invention win be described. 

First, strontium carbonate (SrC0 3 ) , silica (Sio 2 ) , and 
europium oxide ( E u 2 0 3 ) are weighed and are mixed with a 
solvent . 
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In detail, the above materials are weighed according to 
a desired composition ratio and are mixed with one another 
using acetone as the solvent for effective mixing. A ball 
milling or an agate mortar is used as a mixer of the solvent 
and the components of strontium carbonate (SrC0 3 ) , silica 
(Si0 2 ) , and europium oxide (Eu 2 0 3 ) . 

The europium oxide (Eu 2 0 3 ) used as an activator is added 
at a molar ratio of 0.001 - 0.5, preferably, 0.001 - 0.3 with 
respect to the strontium carbonate (SrC0 3 ) . 

When the europium oxide (Eu 2 0 3 ) is added at a molar 
ratio less than 0.001, it fails to sufficiently function as 
the activator. Also, when the europium oxide (Eu 2 0 3 ) ia added 
at a molar ratio more than 0.5, the concentration quenching 
phenomenon occurs and the luminance is decreased. 

Next, the mixture is dried in an oven. At this time, 
the drying temperature is set to be 100 - 150 °C and the 
25 drying time is set to be 1 - 24 hours. 

After that, the dried mixture is loaded into a high 
purity aluminum boat and is heat-treated in a reducing 
atmosphere of a hydrogen -mixed gas in an electric furnace. 
If the heat treatment temperature is below 800 °C, strontium 
3 0 silicate crystal is not completely created and thereby 
luminous efficiency is reduced, whereas if the temperature is 
beyond 1500 °C, lowering in the luminance is caused due to 
overreact ion. Accordingly, the heat treatment temperature is 
set to be 800 - 1500 °c and the heat treatment time is set to 
35 be 1 - 48 hours. 

In detail, the hydrogen -mixed gas uses a nitrogen gas 
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containing 2 - 25 % by weight of hydrogen so as to make a 
reducing environment. 

Experimental Example > 

In the present experiment, to experiment the embodiment 
concretely, acetone is used as the solvent for weighing and 
mixing strontium carbonate (SrC0 3 ) , silica (siO a ) , and 
europium oxide (Eu 2 0 3 ) , and a ball milling or agate mortar is 
used as a mixer of the solvent and the components of 
10 strontium carbonate (SrC0 3 ) , silica (Si0 2 ) , and europium 
oxide (Eu 2 0 3 ) . 

Also, the drying temperature in the oven was 120 °C, 
the drying time- was 24 hours, the heat treatment temperature 
was 1,350 °c, and the heat treatment time was 40 hours. 
15 To form the reducing atmosphere, a mixture gas 

containing 5 - 2 5% of hydrogen is used. 

A long wavelength ultraviolet white LED shown in FIG. 1 
is fabricated using a strontium silicate-based yellow 
phosphor prepared by the above experiment and having a 
20 chemical formula of Sr 2 . 93 SiO s : Eu 2+ 0 . 07 , and an InGaN LED with 
a main peak of 4 60 nm. 

FIG. 1 shows a structure of a long wavelength 
ultraviolet white LED to which the spirit of the invention is 
applied. 

25 Referring to FIG. 1, a LED chip according to the spirit 

of the present invention is configured to include a 
reflection cup 102, an InGaN-based LED chip 104 disposed on 
the reflection cup 102, a phosphor 108, which is excited by a 
light emitted from the LED chip 104, an electrode line 106 

30 connected to the LED chip 104, and an exterior material no 
made of a transparent resin, for molding and sealing the 
surrounding of the LED chip 104. 

In detail, the InGaN-based LED 104 is connected with an 
external power through the electrode line 106. The phosphor 

35 108 excited by the light emitted from the LED chip 104 is 
mixed with epoxy resin and the mixture is formed on an outer 
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surface of the LED chip 104. The phosphor 108 and its 
surrounding are molded and sealed by the exterior material 
110 of the decolored or a colored transparent resin. 

It should be understood that the construction of the 
LED according to the present invention is not limited to the 
above embodiment but the element of the related art can be 
added, modified, or deleted. Alternatively, a white LED can 
be fabricated by mixing the phosphor 108 with silicon resin 
in addition to the aforementioned epoxy resin, and molding 
the LED chip and its surrounding by the mixture. 

Also, the phosphor 108 is formed on an outer surface of 
the LED chip 104. By doing so, the light emitted from a 
luminescent layer of the LED chip 104 serves as the 
excitation light of the phosphor 108. 

Here, the InGaN-based LED chip 104 generates a light 
with a wavelength of which main peak is 460 nm, and the 
phosphor 108 excited by the LED chip 104 uses the strontium 
silicate-based phosphor having a composition ratio of 
Sr 2 .93Si0 5 : Eu 2+ 0 . 07 . 

Describing the operation of realizing the white light, 
the blue light (4 SO nm) emitted from the LED chip 104 passes 
through the strontium silicate phosphor. At this time, some 
of the blue light is used to excite the yellow phosphor 
composed of the strontium silicate, thereby realizing a 
yellow light, and the remaining light passes through the 
strontium silicate phosphor without any variation. 

Accordingly, the excited yellow light that has passed 
through the yellow phosphor and the blue light that has 
passed through the yellow phosphor without any variation 
overlap with each other, thereby realizing the white light. 

PIG. 2 is a graph showing the measurement results of 
luminous spectrum in the long wavelength ultraviolet LED chip 
(inGaN) fabricated using the inventive strontium silicate - 
based phosphor and a related art ultraviolet LED chip 
35 fabricated using the YAG : Ce yellow phosphor as a comparative 
example . 
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in the graph of FIG. 2, the solid line indicates the 
spectrum of the white LED fabricated using the inventive 
strontxum silicate-based phosphor (Sr 2 . 9 ,Si0 5 :Bu 2 V 07 ) , and the 
dotted line indicates the spectrum of the LED fabricated 
using the related art YAG : Ce based phosphor, both using the 
related art InGaN chip. 

Referring to PIG. 2, the light excited by the inventive 
strontium silicate-based phosphor shows the spectrum of a 
wide wavelength band of 500 - 700 nm, so the LED using the 
10 mventive strontium silicate-based phosphor shows the 
spectrum of a wide wavelength band of 400 - 700 nm. Also, it 
is understood that the brightness of the inventive LED is 
further improved compared with that of the comparative LED. 

In addition, the inventive strontium silicate-based 
15 phosphor shows that high brightness characteristic is not 
changed for a long operation time and at a high operation 
temperature of about 25 0 °c. 

Accordingly, by using the strontium silicate-based 
phosphor according to the present invention, color purity can 
20 be improved. Also, when the strontium silicate-based 
phosphor according to the present invention is used in the 
long wavelength ultraviolet LED and the active luminous type 
LCD, it is possible to obtain a high light efficiency. 

FIG. 3 is a graph showing variation of a CIE color 
coordinate (H) depending on a mixing ratio of epoxy resin 
and strontium silicate-based phosphor in an LED made by 
mixing an inventive strontium silicate-based phosphor of 
Sr 2 .93Si0 5 : Eu 2 Y 07/ and epoxy resin and coating the mixed 
composition. 

In FIG. 3, the CIE color coordinate is used to express 
colors, and for the comparison, a CIE coordinate (•) of an 
LED chip itself emitting blue light and a CIE coordinate (♦) 
of a long wavelength ultraviolet LED chip (InGaN) using 
YAG : Ce yellow phosphor are shown together. 

Points (a) through (d) are mixing ratios of epoxy resin 
and strontium silicate-based phosphor of Sr 2 . 93 Si0 5 : Eu 2+ 0 01 
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coated 0n the LED chip. ln the case of the plT <1 ^ 

TrLT . miXing rati ° iS 100 "ter. , 0.015 

"li'T. CaSS ° f P ° iUt (C) ' ^ ***** «lo is 100 

Too l' T " °'° 2 ^ ±n ° f Point (d); 
100 m 1C ro liters : 0.025 grams. 

variation ^H, " ^ ^ °* ^ ™ —-wing the 

varxatxon of the CIE color coordinate (B) depending on the 

:r n h ra of the inventive str ° nti - -iiict.^ 

UsZ th 6 C ° l0r ^ White LED 

" "T 11 " 1 ^ Btr ° ntium Plicate-phosphor is improved 
more than the color purity of the white light in the 
comparative LED using the related art YAG : Ce phosphor. 

15 Industrial Applicability 

As described previously, according to the inventive 
strontium silicate-based phosphor and fabrication method 
thereof, lt is possible to obtain a phosphor having a wide 
wavelength spectrum, and capable of performing an effective 
light emission although using the blue LED as an excitation 
energy source. m particular, since the inventive phosphor 
shows a superior color purity characteristic in realizing the 
white light, it can improve the color purity and accordingly, 
can be applied in a high efficiency phosphor. 
25 Also, when the inventive phosphor is employed for a 

backlight of a long wavelength ultraviolet LED and an active 
luminous LCD, it provides a very high luminous efficiency. 

Further, since the inventive phosphor shows less 
variation in the luminous characteristic for a long operation 
3 0 time and at a high operation temperature of 250 °C, it can 
operate stably. 
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